Permanent Painting

;j^|       i                           tone it is similar to Prussian blue, but is much weaker,

/jj       !                           and somewhat transparent, having all of the character-

<,!,       |                             istics of a lake color.    It dries poorly, and when a

# jj '    !                           manganese or lead drier is added to it it is quickly

i ft       j                           decomposed.    When it is exposed to the sunlight it

i       i                           fades  rapidly.    It  is,  therefore,  useless  for  artistic

,^'j '     :                           painting.

INDIAN  LAKE
Indian lake is a deep red lake which is assumed to
be the lake that exudes from the tree from which
gum shellac is recovered, and is one of the lakes which
was probably used by Sir Joshua Reynolds, which tend-
ed to destroy his pictures to such a great extent. In per-
manency it is better than carmine, and not by any
means as good as .madder, and like all organic lakes
is quickly decomposed when mixed with some of
the iron oxide colors. It is fugitive and unreliable,
dries very badly and should not be used.
INDIAN PURPLE
Indian purple is a complex mixture originally made
by taking a weak form of Prussian blue and mixing it
with vermilion. As such, it was very deep toned and
muddy, but was fairly permanent. Later on, carmine
was added to this mixture, but it was found that, al-
though the brilliancy of the colors was enhanced, it
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